(WO/2002/054435) INNER MAGNETIC SHIELDING MATERIAL AND METHOD FOR PRODUCT!..: Page 1 of 2 



lNTEUEG*i!lJ4 

Orgam Mtimm 




i 



IP SERVICES 



- - i*t"i*i--- ' 




Home IP Services PatentScope Patent Search 



□ 



Search result: 1 of 1 



(WO/2002/054435) INNER MAGNETIC SHIELDING MATERIAL AND METHOD FOR 
PRODUCTION THEREOF f • 

, Biblio. Data ~! !~~ Description | [ Claims l i Natio nal Phase Notices [J Documents ] 

j 

! Latest bibliographic data on file with the International Bureau 



International Application No. 
International Filing Date: 



PCT/JP2000/009376 
28.12.2000 



Publication Number: WO/2002/054435 
Publication Date: 1 1 .07.2002 
Chapter 2 Demand Filed: 15.05.2002 

Int. Class.: C21D 8/02 (2006.01), C21D 8/04 (2006.01), C21D 8/12 (2006.01), H01J 29/00 (2006.01), H01J 29/06 
(2006.01), H05K 9/00 (2006.01) 

Applicants: SUMITOMO METAL STEEL PRODUCTS INC. [JP/JP]; 1-21 , Fusocho Amagasaki-shi Hyogo 660-0891 
(JP) (AH Except US). 

YAMANAKA, Yoshikazu [JP/JP]; 1-2-405, Shiroyamadai 3-cho Sakai-shi Osaka 590-0137 (JP) (US 
Only). 

TSUNEMATSU, Shouichi [JP/JP]; 6098-9, Hakonoura Hannan-shi Osaka 599-0235 (JP) (US Only). 
MATSUO, Sachio [JP/JP]; 12-8, Midorigaoka 1-chome Takatsuki-shi Osaka 569-1026 (JP) (US Only). 
SAKAMOTO, Hisao [JP/JP]; 1-2-8, Denen Gojo-shi Nara 637-0093 (JP) (US Only). 
KOBAYASHI, Kenichiro [JP/JP]; 41-31, Nishinouchicho Kishiwada-shi Osaka 596-0044 (JP) (US Only). 

YAMANAKA, Yoshikazu [JP/JP]; 1-2-405, Shiroyamadai 3-cho Sakai-shi Osaka 590-0137 (JP). 
TSUNEMATSU, Shouichi [JP/JP]; 6098-9, Hakonoura Hannan-shi Osaka 599-0235 (JP). 
MATSUO, Sachio [JP/JP]; 12-8, Midorigaoka 1-chome Takatsuki-shi Osaka 569-1026 (JP). 
SAKAMOTO, Hisao [JP/JP]; 1-2-8, Denen Gojo-shi Nara 637-0093 (JP). 
KOBAYASHI, Kenichiro [JP/JP]; 41-31, Nishinouchicho Kishiwada-shi Osaka 596-0044 (JP). 

HIROSE, Shoichi; Tozan Building 4-2, Nihonbashi-Honcho 4-chome Chuo-ku Tokyo 103-0023 (JP). 

INNER MAGNETIC SHIELDING MATERIAL AND METHOD FOR PRODUCTION THEREOF 

An inner magnetic shielding material, characterized as comprising a cold rolled steel sheet having a 
surface roughness of 0.2 to 3 $g(m)mRa and, formed at least one surface thereof, an organic resin 
coating film comprising C and H, or C, H and O, or C, H..0 and N and having a thickness of 0.3 to 5 $g 
(m)m; and a method for producing the inner magnetic shielding material which comprises a step of 
annealing a cold- rolled steel sheet, a step of adjusting a surface roughness of the annealed steel sheet 
to a value of 0.2 to 3 $g(m)mRa, a step of forming an organic resin coating film comprising C and H, or 
C, H and O, or C, H, O and N and having a thickness of 0.3 to 5 $g(m)m at least one surface of the cold 
rolled steel sheet. The inner magnetic shielding material has good resistance to rust and good 
degreasing and cleaning properties, is free from the danger of generating a corrosive gas, and also has 
good press formability. 
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